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used edgeways until it becomes slightly dry.   Tiien
wet the layer, and repeat the beating until the plaster
is firm.   Apply another         coat of plaster, beating
it well in the          way, until it               at          a
quarter of an Inch thick.   Then         it carefully
let it dry completely.   The                         three or
days.
TEE                       OF LIME FOX              GROUND
The lime for the                    on which the painting
Is                        very              preparation.   It must
be perfectly                    for                     the         Is
kept           water for months;   a year is
to be desirable for the very         work.   Then
curds are            with the lime in the proportion of
half a        of curds to        a maund of dry lime.    Stir
the              well,         let it           under water over-
night.   Next          drain  off  the water  and   strain
a piece of         doth.   Let it            again
under water till next day, and continue this process
for at         a            The purity of the        will depend
the number of           this operation is repeated.
Care           be                    the lime thus prepared is
;   if              to dry it will
be
THE LAYING OF THE FRESCO GROUND
Wet a              of         plaster ground prepared as
as           as caa be painted                        in a
clay*   If the             is too wet it will come off with
the                       ;   if                        the ground will
dry too             and the colours will not be permanent.
Then                  of the plaster of the ground with
the fine                          lime,              water to make